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© Permanent magnet material and method for making. 

© A melt of Nd-Fe-B alloy is injected in an inert gas atmosphere through a nozzle against a chill roll or a pair 
of chill rolls rotating relative to the nozzle for contacting the melt with the circumference of the chill roll or rolls, 
thereby quenching the melt. The chill roll has a low heat conductivity surface layer around a base or has a 
predetermined surface roughness on its circumference. The contact time of the melt with the chill roll can be 
increased by blowing an inert gas flow. Further the melt is quenched in an inert gas atmosphere of up to 1 Torr. 
A wind shield is disposed in proximity to the chill roll circumference for preventing a wind of the ambient gas 
induced by rotation of the chill roll from reaching a paddle of the melt. With these means, there is obtained a 
permanent magnet material having a narrow grain diameter distribution. 
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BACKGROUND OF THE INVENTION 
Field of the Invention 



5 This invention relates to a method for preparing a permanent magnet material of Fe-(Co)-R-B system 

comprising R which is a rare earth element inclusive of Y throughout the disclosure, Fe, B, and optionally, 
Co. 

Prior Art 
10 ~~ 

Typical of high performance rare earth magnets are powder metallurgical Sm-Co base magnets having 
an energy product of the order of 32 MGOe which have been commercially produced in a mass scale. 
These magnets, however, undesirably use expensive raw materials Sm and Co. Among the rare earth 
elements, those elements having a relatively low atomic weight, for example, cerium, praseodymium and 

is neodymium are available in plenty and less expensive compared to samarium. Further Fe is less expensive 
than Co. Thus R-Fe-B system magnets such as Nd-Fe-B magnets were recently developed as seen from 
Japanese Patent Application Kokai No. 9852/1985 disclosing rapidly quenched ones. 

The rapid quenching process is to inject a metal melt against a surface of a quenching medium for 
quenching the melt, thereby obtaining the metal in a thin ribbon, thin fragment or powder form. The process 

20 is classified into a single roll, twin roll, and disk process depending on the type of quenching medium. 
Among these rapid quenching processes, the single roll process uses a single chill roll as the quenching 
medium. An alloy melt is injected through a nozzle against the circumference of the chill roll rotating relative 
to the nozzle for contacting the melt with the chill roll circumference, thereby quenching the melt from one 
direction for obtaining a quenched alloy typically in ribbon form. The quenching rate of the alloy is generally 

25 controlled by the circumferential speed of the chill roll. The single roll process is widely used because of a 
reduced number of mechanically controlled components, stable operation, economy, and ease of main- 
tenance. 

The twin roll process uses a pair of chill rolls between which an alloy melt is interposed for quenching 

the melt from two opposite directions. 
30 The single roll process results in a quenched alloy in which because the rate of cooling on one surface 

in contact with the chill roll circumference (to be referred to as roll surface, hereinafter) is higher than the 

rate of cooling on another surface opposite to the roll surface (to be referred to as free surface, hereinafter) 

during quenching, the grain diameter near the free surface is larger than the grain diameter near the roll 

surface by a factor of more than 10, for example. 
35 The twin roll process results in a quenched alloy which does not have a free surface, but has a larger 

grain diameter near the center of the alloy in a thickness direction since the cooling rate intermediate the 

opposite roll surfaces is slow. 

The thus quenched alloys include a very narrow region having optimum grain diameter and will exhibit 

high magnetic properties with difficulty. 
40 For this reason, the quenched alloy is ground into a magnet powder including both a fraction of magnet 

particles having high magnetic properties and a fraction of magnet particles having low magnetic properties. 

When such magnet powder is dispersed in a resin binder to form bonded magnets, these bonded magnets 

do not exhibit high magnetic properties as a whole, but have locally varying magnetic properties. 

45 SUMMARY OF THE INVENTION 

An object of the present invention is to provide a permanent magnet material which is prepared by the 
single or twin roll process and has minimized the variation of magnetic properties in a cooling direction, 
thus exhibiting improved magnetic properties as well as a method for preparing the same, 
so This and other objects are attained by the present invention which is defined below as (1 ) to (45). 

(1) A permanent magnet material prepared by melting an alloy composition comprising R which is at 
least one rare earth element including Y, Fe or Fe and Co, and B, and contacting the melt with at least 
one chill roll on its surface, thereby quenching the melt from one direction or two opposite directions, 

wherein the permanent magnet material has a surface in contact with said chill roll, said surface 

55 having a centerline average roughness Ra of 0.05 to 4.5 urn. 

(2) The permanent magnet material of (1) wherein the melt is quenched from one direction, and the 
permanent magnet material has a thickness of up to 60 jxm in a direction normal to the surface in 
contact with said chill roll. 
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. maf ,„ Bt material of (1) wherein the melt is quenched from two opposite directions, 
in contact with said chill roll. wherein the surface in contact with said chill 

of said chill roll on its surface. wherein a region disposed adjacent the 

££ ks nr-'a:: s£r-^ - - - — - 

magna, materia, o, ,5, wherein e»d MmM is « leas, one n»ennbe, selected from *. 
group consisting of Co, Ni, Cr, V and Nb. j nc | u des a region D disposed remotest 

irr =r,rr»« r 'i3 rrr srn : i— . a— - ■ -~ p 

diameter p wherein d/p £ 10. 

ZSZi^l ^ - ranges -nan, 0.0- to . um and ,*d P 

ranges from 0.005 to 1 um wherein the melt is quenched from one 

/im ThP Dermanent magnet material of any one or (i) to (n> «™>» 

S^ttd rom me 0.OUP existing o. Zr. Nb. Mo. HI. Ta. W. Ti. V. a* 10,. 

-•^rsfssfs • — - > ^JTJZZSSzr" chi " ro " surtaM 

layer has , lower hea, conduct f^^S^^i;^; said ohii, ro„ audace 
(13) A method for preparing a permanent magnet material accora.ng ™ v ; 

STA^tToSVp— magnet materia, accord, » W - JJ* ^ " 

'^Tye, « .0.15 - a materia, Sd ch,„ roll sodaoo 

me,h£ "'preparing a permanent magnet materia, -^SJ^***^ 

S ohm .oil oo its ci-eormerance has a centedine .average roughness Ra o. 0.07 to 5 » . 

(19) A method for preparing a permanent magnet material according to any one ot tt I 

the malt is quenched from one direction, aaainsl the melt to bias the men 

^" preparing a permanent mage; r?££3Z2«? SC? S ToSe 

~p ^rrrr,»r,?ad rj,, . 

with the melt. mato riai arcordina to anv one of (12) to (20) which 

(21) A method for preparing a permanent magnet mate rial Recording i to i J ' Jorr jn 

quenched. 
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(22) A method for preparing a permanent magnet material according to any one of (12) to (21) wherein 
the melt is quenched from one direction through contact with the chill roll circumference 

said method further includes the step of providing a wind shield in proximity' to the chill roll 
circumference for preventing a wind of the ambient gas induced by rotation of said chill roll from 
reaching a paddle of the melt. 

(23) A method for preparing a permanent magnet material according to (22) wherein said wind shield is 
spaced a distance of up to 5 mm from the chill roll circumference during rotation of said chill roll 

(24) A method for preparing a permanent magnet material according to (22) or (23) wherein said wind 
shield is provided for preventing the induced gas wind from reaching said nozzle. 

(25) A method for preparing a permanent magnet material according to any one of (22) to (24) further 
including the step of providing suction means between said wind shield and the paddle and in proximity 
to said chill roll circumference for establishing a vacuum near the paddle. 

(26) A method for preparing a permanent magnet material comprising the steps of 
melting an alloy composition comprising R which is at least one rare earth element including Y Fe 

is or Fe and Co. and B. and 

injecting the melt through a nozzle against at least one chill roll rotating relative to said nozzle for 
contacting the melt w.th the circumference of the chill roll, thereby quenching the melt from one direction 
or two opposite directions, 

wherein said chill roll on its circumference has a centerline average roughness Ra of 0.07 to 5 urn 

(27) A method for preparing a permanent magnet material according to (26) wherein the melt is 
quenched from one direction, 

said method further includes the step of blowing an inert gas flow against the melt to bias the melt 
toward the circumference of said chill roll, thereby increasing the contact time of the melt with the chill 
roll circumference. 

(28) A method for preparing a permanent magnet material according to (26) or (27) wherein the inert gas 
flow is blown through an injector having a slit-shaped orifice for injecting the inert gas, said injector is 
rotatable or movable to provide a variable position of contact of the inert gas flow at its end neater to 
said nozzle with the melt. 

(29) A method for preparing a permanent magnet material according to any one of (26) to (28) which 
further includes the step of providing an inert gas atmosphere having a pressure of up to 1 Torr in 
proximity to the chill roll circumference where the melt impinges against the chill roll while the molt is 
quenched. 

(30) A method for preparing a permanent magnet material according to any one of (26) to (28) wherein 
the melt is quenched from one direction through contact with the chill roll circumference 

said method further includes the step of providing a wind shield in proximity 'to the chill roll 
circumference for preventing a wind of the ambient gas induced by rotation of said chill roll from 
reaching a paddle of the melt. 

(31) A method for preparing a permanent magnet material according to (30) wherein said wind shield is 
spaced a distance of up to 5 mm from the chill roll circumference during rotation of said chill roll 

(32) A method for preparing a permanent magnet material according to (30) or (31) wherein said wind 
shield is provided for preventing the induced gas wind from reaching said nozzle. 

(33) A method for preparing a permanent magnet material according to any one of (30) to (32) further 
including the step of providing suction means between said wind shield and the paddle and in proximity 
to said chill roll circumference for establishing a vacuum near the paddle. 

(34) A method for preparing a permanent magnet material comprising the steps of 

melting an alloy composition comprising R which is at least one rare earth element including Y Fe 
or Fe and Co, and B, ' 

injecting the melt through a nozzle against a chill roll rotating relative to said nozzle for contacting 
the melt with the circumference of the chill roll, thereby quenching the melt from one direction and 
so blowing an inert gas flow against the melt to bias the melt toward the circumference of said chill roll 

thereby increasing the contact time of the melt with the chill roll circumference 

(35) A method for preparing a permanent magnet material according to (34) wherein the inert gas flow is 
blown through an injector having a slit-shaped orifice for injecting the inert gas, said injector is rotatable 
or movable to provide a variable position of contact of the inert gas flow at its end nearer to said nozzle 

55 with the melt. 

(36) A method for preparing a permanent magnet material according to (34) or (35) which further 
includes the step of providing an inert gas atmosphere of up to 1 Torr in proximity to the chill roll 
circumference where the melt impinges against the chill roll while the melt is quenched 
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Ueld is provided to preying the 9» ^ «l«?,o any on. o. (37) .0 (39) (udhe- 

~s« *7ro» rLumference (or establishing . vacuum near the paddle. 

S,T?i-d (or preparing a permanent ^tS, e,e nduding V. Fe 

melting an alloy composition compnsing R which is at least one ram 

or Fe and Co, and B, rotatinq relative to said nozzle for 

injecting the me.t through a nozzle '^^JT^^ 1 ^^^ melt from one direction 
contacting the melt with the circumference of the chill roll, thereby quencn.ng 

"TroTnran in^gas^osphere having a pressure of up to 1 Torr in proximity to the chill ro.. 
circuTe en n c 9 e whlre the melt impinges against the chill rol. whi.e the 

5 A method for preparing '^^^T^^ ™e.ement including V. F e 
melting an alloy composition comprising k wnicn is <u 

or Fe and Co, and B, rntatinn relative to said nozzle for contacting 

ambient qs. induced by rotation of said chill rol. from ^^^2^0 said wind shield is 

to said chill rol. circumference for -^'"OJ^'^S^SSi Q f a materia, which is selected 
Conventional chill rails. used in the alloy, stainless 

f0 / * ESsS^lK raio"t^ — -ty, heat capacity, wear 
S^^rr^CW. rolls of a single -^~^^ a heat conductivity of 
Although copper base materials have enough ^J^ 0 ^^^^ ribbon experiences a 

* a tfbTm^r^^^^^ 

bud achieve an insul(icient cooling rate to prov,d. a magnoac ™' m "^X^nteaa "eel. In addition, it 
neat conductivity as exemplified by a heat conduct, o( 0545 J/(om , K (or Stan* maB(|a , 

roughness Ra within the above-detined range at its a chill roll increases. 

in generM. the rat. ot cooling ot alloy .ncre.s.s as (he o.cem 0™r«ap»ed o 
This is because the increased ui.uumlerent.al ^ ™ R, un its circumlerenc, 
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wrth < EI££? C j™ mterenc ° '* ut less contact w * h messed portions of the circumference, and the contact 
w.th recessed portions is further reduced with an increasing circumferential speed. Therefore a higher 

™:~:r:t^ es a smaiier contact area of a,,oy meit - « - — s: 

tia. s**Z 6] Z ' " 3 Chi " r °" haVi ? th8 above - defined Ra o" «» circumference is increased in circumferen- 
t rSZSt ? mCre f 6 CO °" n9 rate due t0 an increased ™* of the chill roll circumference available 
n £TJZ 3 ,0 r nn9 t ^«° in9 rate dUe t0 the above - defl "^ Ra of the chill roll circumference, resulting 
m the alloy coohng rate left substantially unchanged. Therefore, there is obtained a permanent magnet 

tTafs^J k , 6 9 T , dam ! ter rema,nS Substantia,,y ""changed despite a variation in the circumferen 
t.al speed of a chill roll, that .s, the dependency of magnetic properties on circumferential speed is very low 

■,nJZ^LT eC ?? Sar f V° StriCt,y COntr °' the circumferential ^eed of a chill roll with the benefits of an 
increased effective l.fe of the associated apparatus and possible mass production at low cost 

.hi^nT *, SUDStantia ' ly constant cooli "9 rate is mailable over a wide range of circumferential speed, the 
*,ckness of permanent magnet materia, can be freely changed by changing the circumferential speed while 
maintaining optimum cooling rate. H e 

As the thickness of permanent magnet material is reduced, a chill roll having the above-mentioned 
surface. ?sLu e C C ed meS m ° re 6ffeCtiVe beC3USe differenCe 9rain diamet6r b ^ Ween the ro » and f - 
Hi Jltl" ^ UnderSt °° d that thin forms of Permanent magnet material can be obtained by reducing the 
no 2 T,f ^nt™ ' ■ mJ6 f T n ° ZZle - SlnCe R - Fe " B SVStem a,,ovs are rather ™<*™ vvim the inject on 
Xtnt T° T ° f a " 0y m6lt thr ° U9h 3 narr ° W n ° 22,e would often ™«e nozzle Cogging. I, is 
STn. h maSS Pr0dUCt, | V ' ty i t0 manufacture «" al| oy ribbons by increasing the circumferential Speed of a 
chill roll because no nozzle clogging occurs. 

Using a chill roll having the above-defined Ra on its circumference, there is obtained a permanent 

SIT h WhiCh K 0n r °" SUrf3Ce 9enera " y h3S 3 Ra value ,ower Ra of the chiN ro, 

the Z ES? r ' S 8CaUSe 3 hi9h6r circum,ere ntial speed provides a smaller contact area of alloy with 
the chill roll circumference as previously mentioned 

ine rt F ga^ " iS « * affa « inching of alloy melt in an 

Since R-Fe-B system alloys are quite prone to oxidation, their rapid quenching is generally effected in 
an inert gas atmosphere. In the single and twin roll processes, inert gas in the proximity to the S ro^ 
Circumference ,s entrained between the alloy melt and the chill roll circumference by rotation of the chi rol 
Such entramment of inert gas disturbs the contact of alloy with the chill rol. circumference resuWng in a 
lowering of alloy cooling rate and an enlargement of grains in the entrained areas 9 

affected 3 ^*; 9 » rain diameter beC ° meS nonuniform °n the roll surface, and the free surface is also 
affected thereby, resulting in an increased grain diameter 

°lT T° SPhe . re ° f UP t0 1 T ° rr f ° r q uenchin 9 avoids entrainment of inert gas between the 

a7d eZ^LTt* C,rCU t mferenCe ' ! mprOVeS the C ° ntaCt between tne me " - d the chi.l J circumference 
and eliminates local variation ,n cool.ng rate on the roll surface, resulting in a permanent magnet of fine 
uniform grain structure having high magnetic properties. 

t ow ^ he inh e ,r re n ent inVenti °" iS aPPHed t0 the Sing ' e r °" process ' Preferably an inert gas flow is blown 
roll circumference to bias the me.t present near the chill roll circumference against the chill 
roll, thereby increasing the contact time of the melt with the chill roll circumference 

^.l n H the S iK 9 ' e -I°K T^ 5, the a " 0y melt iS im P in 9ed against the circumference of a rotating chill roll 

^ n £S£SZ form whi,e rt is dra99ed by ,he chiM ro " circumf — and — ™ *»• £ 

ensures'matSVe'^rf/ ^ T ^ COntaCt ° f the melt With tne chil1 r °" circumference 
ST 1 h 2 , SUrfaCeS be COO ' ed re,ative,y uni,ormly due to "eat transfer to the chill 

rolL Differently stated, the melt must be in full contact with the chill roll circumference when the melt is 
substantia y solidified on the roll surface side, but molten on the free surface side before fquenched a oy 
having uniform grain diameter can be obtained. y 

aft ^ eVer ' Sin ? 3 melt ° f R ' F6 " B SyStSm a "° y iS se P arated fr om the chill roll circumference immediately 
To JT P h 9 ?T 601 a9a,nst h the chi » roll circumference, the melt is coded on the roll surface side ma n y 
2 "f transfer t0 the cm ra »- b "< on the free surface side mainly through heat release into the 
sides atm ° SPhere * reSU,tin9 in 3 Si9 " ificant differen oe in cooling rate between The roll and free surface 

defin^abovrirfS V"™™*™ ° f tha me,t with tne cbi » «U circumference by inert gas blowing as 
defined above, the free surface side cooling becomes more dependent on heat transfer to the chill roll, 
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resulting in a substantially reduced difference in cooling rate between the roll and free surface i sides The 
Sowing of inert gas against the free surface results in a further increased cool.ng rate on the free surface 

Sid8 This results in a further reduced difference in cooling rate between the roll and free surface sides 
improved cooling efficiency allows the necessary rotational speed of the chill roll to be reduced, for 
example, by about 5 to 15%, thus reducing the load of quenching apparatus. 

Moreover, in the single roll process, it is preferred, as shown in FIG. 3, to provde J n 

front of a nozzle 12 for preventing a wind of the ambient gas from reaching a paddle 1 13 of the mel 11a 
mass of alloy melt extending between the tip of nozzle 12 and the c.rcumference of ch.ll roll 13). Th.s 
arrangement avoids entrainment of inert gas between the melt and the chil. rol. circumference, improves the 
contact between the melt and the chill roll circumference, reduces local variation ,n cooling rate on the ,rol 
surface, and reduces variation in grain diameter on the free surface side, resulting .n a permanent magnet 
of fine uniform grain structure having high magnetic properties. ^ ahAiaan tho nn „,« 12 

Entrainment of inert gas can be further reduced by providing suction means 200 between the nozzle 12 
and the wind shield 2 for establishing a local vacuum in proximity to the paddle 113. 

BRIEF DESCRIPTION OF THE DRAWINGS 

FIG 1 is a schematic view of one preferred embodiment of the present invention. 
FIG. 2 is a cross sectional view of an exemplary inert gas injector used in the present mvent.on. 
FIG 3 is a schematic view of one preferred embodiment of the present invention. 

FIG'. 4 is a cross sectional view of an exemplary inert gas suction member used in the present 

'"^na 5 is a graph showing the circumferential speed of a chill roll versus the velocity of gas wind 
25 induced by rotation of the chill roll. 

DESCRIPTION OF THE PREFERRED EMBODIMENTS 

The illustrative construction of the present invention will be described in detail. 

According to the present invention, a permanent magnet material is prepared by melting an , aHoy 
composition comprising R which is at least one rare earth element including Y Fe or Fe and Co. and B and 
injecting the melt through a nozzle for contacting the melt with the c.rcumference of a chill roll rotating 
relative to the nozzle, thereby quenching the melt from one direction or two opposite directions. 

Thai is the present invention preferably employs a single or twin roll process for the quenching of an 

35 a,l0y .n m the practice of the invention, it is preferred to use a chill roll comprising a base and a surface .layer 
on the circumference of the base which has a lower heat conductivity than the heat conductivity of the roll 
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Preferably in the practice of the invention, the surface layer has a heat conductivity of up to 0.6 J/- 
40 (cm-s'K) especially up to 0.45 J/(cm's'K). With a higher heat conductivity above the range, the invention 
would become less effective because the surface layer cannot quickly assume a constant temperance patter 
The start of quenching Although no particular lower limit is imposed on the heat conductivity of the surface 
aye ^hea? condSvity of lo'wer than 0.1 J/(cm' S -K) would discourage heat transfer, lowing the surface 
layer to have high temperature only in proximity to its surface and sometimes ~Z*^*Z£* 
45 noted that the heat conductivity used herein refers to that at room temperature an d atmosphe pressure 

in view of the durability of a chill roll, the surface layer is preferably formed of a matenal having a high 
melting temperature and wear resistance. The preferred materials of which the surface layer is formed 
2 Cr Ni Co Nb, V and a similar element alone, an alloy containing at least one element thereof, and 
stalnfess steel', quenched steel and the like. The alloy should preferably contain at least 20% by weight of 

50 ^ ^^:~~^e layer preferably has a thickness of 10 to 100 »m especiaHy 
20 to 50 urn. A surface layer having a thickness within this range allows for quick heat ^nsfer w the roH 
base eventually promoting precipitation of a grain boundary phase consisting essentially of a R-poor phase 
wh Lh!n turn results in high Br. This benefit wou,d be lost with a surface layer thickness outs.de ^ above- 

as de ined range. A particular thickness may be decided for the surface layer within the above-detined range 
bfconsdSng various parameters including the method of forming the surface layer, heat conductivity of 
surface layer material, chill roll dimensions, and the speed of the chill roll relative to the alloy melt. 
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It is not critical how to form the surface layer, and any desired technique may be chosen, for example, 
liquid phase plating, gas phase plating, spraying, thin plate bonding, and cylindrical member shrinkage fit. 
After the surface layer is formed, the surface thereof may be polished if desired. 

It is to be appreciated that the resulting permanent magnet material in proximity to the roll surface may 

5 contain an element of which the chill roll surface layer is comprised. The chill roll surface layer-forming 
element or elements which are contained in the permanent magnet material are those elements which have 
been diffused from the chill roll circumference during rapid quenching. The surface layer-forming element 
or elements are contained in amounts of about 10 to 500 ppm in a region extending up to 20 nm from the 
roll surface in a thickness direction. 

w The chill roll base may be formed of any desired material insofar as it meets the heat conductivity 

requirement mentioned above, for example, copper, copper alloys, silver and silver alloys. Aluminum and 
aluminum alloys are also useful for rapid quenching of low-melting alloys although copper and copper alloys 
are preferred for high heat conductivity and low cost. Copper-beryllium alloy is a preferred copper alloy. 

Preferably, the roll base has a heat conductivity of at least 1.4 J/(cm*s*K), more preferably at least 2 

15 J/(cm • s* K), most preferably at least 2.5 J/(cm* s* K). 

In the practice of the invention, preferred combinations of the base-forming material with the surface 
layer-forming material include copper alloy bases with Ni, Co and Cr surface layers. Among them, the Co 
and Cr surface layers are more preferred, with the Cr surface layer being most preferred. 

Rapid quenching with the above-mentioned chill roll results in a permanent magnet material which has a 

20 surface having been in contact with the chill roll during rapid quenching (roll surface), a region D disposed 
remotest from the roll surface in a thickness direction, and a region P disposed adjacent the roll surface, 
wherein region D has an average grain diameter d and region P has an average grain diameter p wherein 
d/p £ 10, preferably d/p ^ 4, more preferably d/p ^ 2.5. It is to be noted that the lower limit of d/p is 
generally 1. The use of the above-mentioned chill roll facilitates to achieve a better d/p value within 1.5 < 

25 d/p < 2. 

Either a method of rapidly quenching an alloy melt from one direction or a method of rapidly quenching 
an alloy melt from two opposite directions may be used in the practice of the invention. Depending on* 
whether the melt is rapidly quenched from one or two directions, the location of region D within which an 
average grain diameter is calculated differs. 

30 First, reference is made to the single roll process which is a preferred exemplary method of rapidly 

quenching an alloy melt from one direction. In accordance with the rapid quenching method used in the 
present invention, permanent magnet material is generally available in thin ribbon form, thin fragment form 
or powder form consisting of flat particles. The permanent magnet material in such form has a roll surface 
and a surface opposed thereto (free surface) as major surfaces. The term "thickness direction" of 

35 permanent magnet material used herein refers to a direction normal to the major surface. 

In the case of the single roll process, the above-defined region D is a region disposed adjacent the free 
surface and region P is a region disposed adjacent the roll surface. Each of regions D and P has a width in 
the magnet thickness direction which is equal to 1/5 of the magnet thickness. 

It will be understood that in addition to the single roll process, an alloy melt can be rapidly quenched 

40 from one direction by a method of atomizing an alloy melt for impinging the atomized melt against a cooling 
base of suitable shape, typically disk shape. The present invention is also applicable to such a method. To 
atomize the metal melt, a gas atomizing technique using an inert gas or any suitable gas is preferably 
chosen. One preferred method is the one described in Japanese Patent Application Kokai No. 7011/1990. In 
this method, regions D and P are determined in the same manner as in the single roll process. 

45 Reference is now made to the twin roll process which is a preferred exemplary method of rapidly 

quenching an alloy melt from two opposite directions. In the case of twin roll process, region D is a central 
region disposed between the opposed major surfaces and region P is a region disposed adjacent the roll 
surface. Each of regions D and P has a width in the magnet thickness direction which is equal to 1/5 of the 
magnet thickness. 

so Measurement of average grain diameter in these regions is preferably carried out using a scanning 

electron microscope. Preferably, average grain diameter d in region D ranges from 0.01 to 2 urn, especially 
from 0.01 to 1 .0 urn and average grain diameter p in region P ranges from 0.005 to 1 urn especially from 
0.01 to 0.75 urn. Energy product would be low with an average grain diameter below these ranges whereas 
coercive force would be low with an average grain diameter above these ranges. 

55 Further preferably, the grain boundary has a width of from 0.001 to 0.1 ixm, especially from 0.002 to 

0.05 urn in region D and from 0.001 to 0.05 urn, especially from 0.002 to 0.025 urn in region P. Saturation 
magnetic flux density would be low with a grain boundary width below these ranges whereas coercive force 
would be low with a grain boundary width above these ranges. 

8 
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It is to be noted that the permanent magnet material according to the present invention has a thickness 
of at least 10 urn. Thickness of less than 10 urn means that permanent magnet material has an 
unnecessarily increased surface area and is thus prone to oxidation during pulverizing prior to the 
manufacture of bonded magnets and handling. 

5 In the practice of the invention, the chill roll used in either the single or twin roll process preferably has 

a centerline average roughness Ra of from 0.07 to 5 urn, especially from 0.15 to 4 urn on its circumference 
in contact with the alloy melt. 

With Ra on the chill roll circumference below the range, the close contact of the melt with the chill roll 
circumference is not mitigated even when the circumferential speed is increased, resulting in the increased 

10 dependency of cooling rate on circumferential speed. If Ra of the chill roll is above the range, the surface 
roughness of the chill roll circumference would be significantly increased relative to the thickness of thin 
ribbon-shaped permanent magnet material, resulting in a ribbon of uneven thickness. The centerline 
average roughness Ra is defined by JIS B-0601 . 

With the use of such a chill roll, there is obtained a permanent magnet material having a Ra value of 

is from 0.05 to 4.5 urn preferably from 0.13 to 3.7 urn on the roll surface. 

In the case of single roll process, the permanent magnet material preferably has a thickness of up to 60 
um. With such a thickness, the difference in average grain diameter between the roll and free surface sides 
is minimized. The use of a chill roll having the above-defined Ra which ensures a substantially constant 
cooling rate over a wide range of circumferential speed permits a thin ribbon shaped permanent magnet 

20 material to be produced to a thickness of 60 um or less without reducing the diameter of the melt injection 
nozzle. 

Also, the permanent magnet material preferably has a thickness of up to 120 um in the case of twin roll 
process for the same reason as in the single roll process. 

In the practice of the invention, an alloy melt is preferably quenched in an inert gas atmosphere of up to 
25 1 Torr. The inert gas used is not particularly limited and may be selected from various inert gases such as 
Ar, He, and N 2 gases, with the Ar gas being preferred. 

Use of an inert gas atmosphere of up to 1 Torr in the quenching of a melt prevents entrainment of the 
ambient gas between the melt and the chill roll circumference. 

No particular lower limit is imposed on the atmosphere pressure. When radio frequency induction 
30 heating is used for melting the alloy, it is preferred to enhance the insulation of a radio frequency induction 
heating coil because an electric discharge would otherwise occur between the coil and the chill roll under 
an atmosphere pressure of lower than 10~ 3 Torr, especially lower than 10""* Torr. 

The permanent magnet material produced in an atmosphere of up to 1 Torr has few recesses caused 
by entrainment of the ambient gas on the roll surface side and accordingly, a more uniform distribution of 
35 grain diameter in proximity to the roll surface. For example, the standard deviation of grain diameter in the 
roll surface adjoining region can be reduced to 13 nm or less, especially 10 nm or less. The roll surface 
adjoining region used herein is the same as the above-defined region P which extends from the roll surface 
to a depth equal to 1/5 of the magnet thickness. 

The standard deviation of grain diameter in this region can be calculated by taking pictures under a 
40 transmission electron microscope such that more than about 100 grains are contained within the field. After 
more than 30, preferably more than 50 pictures are randomly took within the region, the average grain 
diameter in each field is calculated by image analysis or the like. The average grain diameter thus 
determined is generally an average diameter of circles equivalent to the grains. Finally, the standard 
deviation of these average grain diameters is determined. 
45 Where the present invention is applied to the single roll process, an inert gas flow is preferably blown 
toward the chill roll circumference for increasing the contact time of the melt present near the chill roll 
circumference with the chill roll circumference. 

FIGS. 1 and 3 schematically illustrate how to blow an inert gas flow. In the single roll process illustrated 
in FIGS. 1 and 3, an alloy melt 11 is injected through a nozzle 12 against the circumference of a chill roll 13 
50 rotating relative to the nozzle 12 for contacting the melt 111 present near the circumference of the chill roll 
13 with the chill roll 13 circumference, thereby cooling the melt 111 from one direction. Understandably, the 
chill roll 13 is comprised of a base 131 and a surface layer 132 as previously described. 

By blowing an inert gas flow toward the circumference of chill roll 13, the contact time of the melt 111 
near the chill roll 13 circumference with the chill roll 13 circumference is increased. Unless an inert gas flow 
55 is blown, the melt will separate from the chill roll 13 circumference immediately after impingement with the 
chill roll 13 as depicted by phantom lines in the figures, resulting in a shorter contact time of the melt with 
the chill roll circumference. 
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It will be understood that the alloy melt 111 is a solidified or molten mass or a partially solidified and 
partially molten mass depending on the distance from the nozzle 12 and is most often a thin ribbon 
containing a larger proportion of solidified alloy on the roll surface side and a larger proportion of molten 
alloy on the free surface side. 

5 The direction of blowing an inert gas flow is toward the circumference of chill roll 13 such that the melt 

111 is sandwiched between the gas flow and the chill roll while no additional limitation is imposed. 
Preferably, inert gas is blown such that the angle between the blowing inert gas flow and the direction of 
advance of ribbon shaped permanent magnet material 112 resulting from quenching is obtuse as shown by 
an arrow in FIGS. 1 and 3. The preferred angle is in the range of about 100° to about 160'. This range of 

w angle is selected for preventing the blowing inert gas from directly reaching a paddle 113 (a mass of alloy 
melt exiting from the tip of nozzle 12 to the circumference of the chill roll 13), thereby maintaining the 
paddle 13 in steady state. If inert gas were blown directly to the paddle, the paddle would be locally cooled 
whereupon viscosity is increased so that the paddle might change its shape, thus failing to obtain an alloy 
ribbon of uniform thickness. Understandably, the direction of advance of ribbon shaped permanent magnet 

15 material 112 substantially coincides with a tangential direction on the chill roll circumference where the melt 
111 takes off from the chill roll 13. 

Immediately after impingement against the chill roll, the alloy melt is in molten state from its free 
surface to a substantial depth. If inert gas is blown against the melt in such entirely molten state, not only 
the free surface would become wavy due to the gas flow, failing to produce an alloy ribbon of uniform 

20 thickness, but also heat transfer within the melt is locally accelerated or delayed, resulting in a variation of 
grain diameter. It should thus be avoided to blow inert gas against the melt immediately after impingement 
against the chill roll. 

More particularly, the inert gas is blown against the melt at a location spaced from the position 
immediately below the nozzle 12 by a distance of at least 5 times the diameter of nozzle 12. 

25 No benefits are obtained by blowing inert gas at a location far remote from the paddle because the melt 
on the free surface side is completely solidified at such a far location. Therefore, the location at which inert 
gas is blown against the melt is preferably limited within a distance of 50 times the diameter of nozzle 12 
from the position immediately below nozzle 12. The location at which inert gas is blown against the melt 
used herein is one end of the inert gas flow nearer to the nozzle 12 rather than the center thereof. In the 

30 case of a slit-shaped nozzle, the nozzle diameter used herein is the dimension of a slit as measured in the 
rotational direction of the chill roll. The inert gas blowing location is determined in relation to the nozzle 
diameter because the nozzle diameter dictates the paddle state and cooling efficiency which in turn, 
dictates the molten state of the melt. 

No particular limit is imposed on the direction, flow rate, flow velocity, and injection pressure of blowing 

35 inert gas flow, which can be determined by taking into account various parameters including nozzle 
diameter, melt injection rate, chill roll dimensions, and cooling atmosphere, and empirically such that a 
desired grain diameter may be obtained in the melt between the roll and free surface sides. In an example 
wherein a melt is injected through a nozzle having a diameter of about 0.3 to 5 mm, inert gas is preferably 
injected through a slit having a longitudinal direction aligned with the transverse direction of a melt ribbon. 

40 The preferred inert gas blowing slit has a breadth of about 0.2 to about 2 mm and a longitudinal dimension 
of at least 3 times the transverse width of a melt ribbon and is spaced about 0.2 to about 15 mm apart from 
the chill roll circumference. The preferred injection pressure is from about 1 to about 9 kg/cm 2 . A smaller 
spacing between the slit and the roll circumference leaves the possibility of contact of the slit with the melt 
on the roll surface whereas a larger spacing allows the injected inert gas to diffuse so widely that the 

45 desired effect is little achieved and the paddle can be cooled therewith. 

No particular limit is imposed on means for blowing inert gas. It is preferred in the practice of the 
invention to use an injector having an inert gas injecting orifice of slit shape as mentioned above or similar 
shape. Preferred is an injector which is rotatable or movable for changing the inert gas blowing location. 
That is, the injector is rotatable or movable to provide a variable position of contact with the melt of the inert 

so gas flow at its end nearer to the nozzle. 

More particularly, an injector as shown in FIG. 2 is preferred. The injector 100 shown in FIG. 2 has a 
cylindrical peripheral wall 101 and a slit-shaped orifice 102 extending throughout the wall 101. The slit- 
shaped orifice 102 has a longitudinal direction extending substantially parallel to the axis of the injector, i.e., 
cylindrical peripheral wall 101. One end of the cylindrical peripheral wall 101 (on the front plane of the sheet 

55 in the illustrated embodiment) is closed and the other end is connected to a gas inlet tube 104 in flow 
communication with the injector interior through a hole 103. With this configuration, inert gas is channeled 
into the injector interior and then injected through the slit-shaped orifice 102 as a directional flow. 
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The iniector 100 is disposed in proximity to the chill roll such that the axis of the injector 100 is 
sJ^ST^cl^s of the'chil. ro... By rotating the injector 100 about its axis, the direction of 

in a^cuL chambeTln an embodiment wherein inert gas is injected into the vacuum chamber it suffices 
,n a vacuum cnamoer in i - proximity to the chill roll circumference aga.nst wh.ch the 

to keep an mert gas atmosphere of up , to i o P > yacuum contajner to control ^ 

alloy me,t / m P' n ^ S J^/ c n 'i, ^, , £££™£^n« which the alloy melt impinges to the desired 
*T*?£IZT« to o 2^\Zo^^ Port in proximity to the chill roll in addition to a main vent 

injected'gas is discharged out of ? e vacuum — •jg 
fhe vent port. No particular limit is imposed on the inert gas to be injected, which may be suitably selected 

fr0m Ana.v a S l of 2 tf/p^rmaTnrmateria. produced in this embodiment will detect that the inert gas 

^1"™° ^ inerfgas to^uTsu to aboufsoo ppm in a region extending up to SO nm from the 

*££E£^^»™ against the alloy melt is preferably of the same type as the 

^^rfthe present invention is applied to the single roll process, no particular limit is 

wnereine pre suitable dimensions for a particular purpose although it 

a d^'eS," « « to .I* 1500 mm and . bre.dth of abou, 20 ,o about .00 mm. The 

comZS of roll surface la,.,, composite of alloy melt, structure of an ertd porrnanent magnet mateneJ. 

S ^SStl^ctaS*^ speeds beyond the range would result in dmori ;«^TiSr2 
Sng poor magnetic properties, .n the case of single roll process, the permanent magnet matena. .s 

^iZ^^^ LTpp.ied to the single ro,. process, the chill roH is ^neraily disposed such 
that tts ax!s X ^substantially horizonta P .The nozzle may be located on a vertical line passmg he ch I roll axis 
Ts^ZlTL^lu the nozzle can be located on a front or rear side of the vert,cal hne w,th respect 
to the rotational direction of the chill roll (that is, the right or left side in the figure). 

Whei the p esent invention is applied to the twin roll process, no particu.ar limit is imposed I on *e 
dimensions of and spacing between chill rolls. The chill rolls generally have a d.ameter of about 50 to about 

preferably ranges from 0.3 to 20 m/s. .n the case of twin roll process, the permanent magnet material is 
Generally obtained in thin ribbon or fragment form. 

lan?^^^^ 

r" n»f m ^ armtlrenca to, printing the Inert gas wind reaching the paddle mm " M °» 

" IZfrhe ."lew 3 Lludee three plate segments connected a. two bends. If the 
pS,k?wmd sNeld 2 is .So, the plate segment tocated .ear... to <h. chll, to,, tends ,0 «oa. jwtud 
hi he cHII roll clrcumf.renc upon receipt of the gas wind ioduoed b, rotahon of the 0*11 roll. Th. 
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floating amount, that is, the distance between the wind shield and the chill roll circumference can be 
controlled by adjusting the angle relative to the chill roll circumference and the area of the lowest plate 
segment. However, a rigid wind shield is also acceptable which can keep a fixed distance between the wind 
shield and the chill roll independent of rotation of the chill roll. 

In addition to the wind shield of the construction shown in FIG. 3, a wind shield of the following 
construction is also useful. For example, a wind shield of the construction shown in FIG. 3 is provided at 
each transverse end with a side plate which covers at least a part of the side surface of the chill roll, 
preferably the side surface of the chill roll in proximity to the paddle 113, thereby shielding at least part of 
the gas flow approaching the paddle from the opposite sides thereof. Also a wind shield which is 
longitudinally or transversely bent, for example, a wind shield of U-shaped cross section surrounding the 
paddle may be used for rectifying the gas flow and preventing entrainment of the gas flow in proximity to 
the paddle. 

The spacing between the wind shield 2 and the chill roll circumference is not particularly limited, but 
may be suitably determined in accordance with the location of wind shield 2 and the circumferential speed 
of chill roll 13. Since the gas flow induced by rotation of the chill roll has a velocity distribution that velocity 
is maximum at the chill roll circumference and drastically lowers in proportion to the distance from the 
circumference, the spacing is preferably 5 mm or less, especially 3 mm or less during rotation of the chill 
roll for effectively shielding the gas flow. No lower limit is imposed on the spacing although the spacing 
should preferably be 0.1 mm or more, especially 0.2 mm or more in order to avoid potential contact of the 
wind shield with the chill roll circumference during chill roll rotation probably due to circumferential 
irregularities and eccentricity of the chill roll. The spacing should preferably be constant along the breadth 
direction of the wind shield although the spacing can be locally varied within the above-mentioned range. 

Also, no particular limit is imposed on the breadth of the wind shield (the distance between opposite 
ends of the wind shield in a transverse direction over the circumference of the chill roll) although the wind 
shield breadth should preferably be larger than the breadth of the chill roll, especially by about 10%. 

No particular limit is imposed on the height of the wind shield. That is, the wind shield can have an 
adequate height as desired since the pattern of gas flow to be shielded varies with the circumferential 
speed of the chill roll or the like. Since the nozzle having the molten alloy received therein is also exposed 
to the gas wind, the wind shield should preferably have a sufficient height for shielding the gas flow from 
impinging the nozzle, particularly when the nozzle is susceptible to cooling therewith. Protection of the 
nozzle against cooling can keep the melt at a constant temperature and therefore, provide a constant flow 
rate of the melt discharged from the nozzle, ensuring the manufacture of a permanent magnet material 
which is homogeneous in a longitudinal direction and has least difference in properties between lots. 

The location of the wind shield relative to the nozzle is not particularly limited and the wind shield may 
be located at a suitable position, depending on the dimensions and circumferential speed of the chill roll, for 
effectively preventing gas flow entrainment. Preferably the wind shield is spaced from the nozzle center a 
distance of 150 mm or less, especially 70 mm or less as measured along the chill roll circumference. 

The wind shield may be formed of any desired material. It may be suitably selected from various 
metals and resins as long as it can shield gas flow. 

In the practice of the invention, suction means may be provided in proximity to the circumference of 
chill roll 13 between wind shield 2 and paddle 113. The suction means is effective for sucking the ambient 
gas in proximity to the paddle to establish a local vacuum thereat, thereby further reducing the amount of 
ambient gas entrained between the alloy melt and the chill roll circumference. 

No particular limit is imposed on the construction of suction means. Preferred is one with a slit-shaped 
suction port having a longitudinal direction aligned with a transverse direction of the chill roll circumference. 
An exemplary preferred suction means is shown in FIGS. 3 and 4 as a suction member 200. The suction 
member 200 shown in FIG. 4 has a cylindrical peripheral wall 201 and a slit-shaped suction port 202 
extending throughout the wall 201. The slit-shaped suction port 202 has a longitudinal direction extending 
substantially parallel to the axis of the suction member, i.e., cylindrical peripheral wall 201. One end of the 
cylindrical peripheral wall 201 (on the front plane of the sheet in the illustrated embodiment) is closed and 
the other end is connected to a gas outlet tube 204 in flow communication with the suction member interior 
through a hole 203. The other end of the gas outlet tube 204 is connected to a pump (not shown). With the 
pump actuated, the ambient gas is taken in through slit-shaped suction port 202 so that a vacuum is 
established in proximity to suction port 202. 

The suction member 200 is disposed in proximity to the chill roll such that the axis of suction member 
200 is substantially parallel to the axis of the chill roll. By rotating the suction member 200 about its axis, or 
by changing the position of suction member 200 relative to paddle 113, or by changing the amount of 
ambient gas taken in, the degree of vacuum in proximity to the paddle can be controlled as desired. 
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Since the action of suction means varies with the shape and dimens.ons of suction port sue ton 
auant ty per urirf time and other factors, the position of the slit-shaped suction port is not particularly l.m.ted 
and may oe empirically determined so as to achieve the desired result. Preferably, the distance between 
the suSon port and the nozzle is about 5 to about 70 mm as measured along the chill roll circumference 
5 and the dTstance between the suction port and the chill rol. circumference is about 0.1 to abou 15 mm. 

Unde sSndably. the configuration of the wind shield and suction means may be emp.ncal.y de ermmed 
based on the analysis of the irregularities and grain diameter on the roll surface of the permanent magnet 
matenar P roduced y therewith. The remaining components in the embodiment of F.G. 3, for example, injector 

101 and chill roll 13 are the same as in FIG. 1. . 

Accord ng to the present invention, there is obtained a permanent magnet material wh.ch preferably has 
only a primary Phase of substantially tetragonal grain structure or such a primary phase and an amorphous 

and or crystalline auxiliary phase. wh^m R 

Sin J a stable tetragonal compound of R-T-B system where.n T ,s Fe and/or Co s ^HB^em R 
- 1 1 76 at% T = 82 36 at% and B = 5.88 at%, the primary phase cons.sts essent.ally of th.s compound. 
)5 The aux.hary phase is present as a grain boundary layer around the primary phase. The permanent magnet 
2oZ produced according to the invention may be subject to heat treatment for further performance 

"^TcTmpos.t.on o. the alloy melt used herein is not particularly limited as long as it comprises R 

wherein R is at least one element selected from the rare earth elements inclusive of Y, Fe or Fe and Co, 
20 and B The benefits of the invention are achieved with any desired composition «^ 

including the manu.acture of permanent magnets having excellent magnetic properties are obtained from 

the following composition. 

Preferred is a composition containing 

5 to 20 at% of R. 
25 2to15at%ofB. 

0 to 55 at% of Co. and 

the balance being essentially Fe. 

More preferred is a composition containing 

5 to 17 at% of R, 
30 2 to 12 at% of B, 

0 to 40 at% of Co, and 

^ SE? Sp^'mS * R. R is - -east one element selected from the rare ^« 
inclusive of Y, and inclusion of Nd and/or Pr as R is preferred for higher magnetic propert.es. The content of 
35 Nd and/or Pr is preferably at least 60% of the entire amount of R. 0 ^, Q ,. te H 
In addition to the above-mentioned elements, it is preferred to include at least one element selected 
from the gX consisting of Zr, Nb, Mo, Hf. Ta, W, Ti. V. and Cr as an additive element. These elements 
are effective for controlling crystal growth. And the benefits of the present invention are achieved more 
effecTveli by the addition of these elements. These elements are also effective for improving the 

40 ™^ZT^T^X:?2^ is preferably up to 15 at* of ~™J^™ Q 
Further, inclusion of Ni is preferred for improving corrosion resistance. The content of N, ,s preferably up to 
30 at% combined with the additive elements. 

Part of B may be replaced by at least one element selected from C. N. Si, P, Ga, Ge, S, and O. The 

45 amount of replacing element is up to 50% of B. <-^„+ v „»# 

The composition may be readily determined by atomic-absorption spectroscopy, fluorescent X-ray 

spectroscopy, gas analysis or the like. 



EXAMPLE 
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Examples of the present invention are given below by Way of illustration. 
Example 1 

Chill rolls were manufactured by preparing a cylindrical base of copper-beryllium alloy having a 
diameter of 500 mm and a breadth of 60 mm and applying a Cr surface layer of varying thickness to the 
circumference of the base by electrolytic plating. The base had a heat conductivity of 3.6 J/(cm«s K) and 
the surface layer had a heat conductivity of 0.43 J/(cm*s* K). 
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Using these chill rolls, permanent magnet material samples were produced in accordance with the 
following procedure as reported in Table 1. The surface layer of each chill roll used had the thickness 
shown in Table 1. 

First, an alloy ingot having the composition: 9.5Nd-2.5Zr-8B-80Fe as expressed in atomic percentage 
5 was prepared by arc melting. The alloy ingot was placed in a quartz nozzle where it was melted by radio 
frequency induction heating. 

The melt was rapidly quenched by a single roll process using each of the chill rolls, obtaining 
permanent magnet material samples. The ambient pressure during rapid quenching was 200 Torr. 

The resulting permanent magnet material samples were in thin ribbon form and had a thickness of 30 to 
w 40 um. 

The spacing between the nozzle tip and the chill roll surface was 0.5 mm, the melt injection pressure 
was 1 kg/cm 2 , and Ar gas was used for pressurization. The circumferential speed of the chill roil was 
selected in the range of from 20 to 35 m/s. 

The resulting ribbons were sectioned in such a direction that a readily observable section was obtained. 
is Using a scanning electron microscope, the average grain diameter d in a region of the ribbon extending 
from the free surface to a depth of 1/5 of the ribbon thickness and the average grain diameter p in a region 
of the ribbon extending from the roll surface to a depth of 1/5 of the ribbon thickness were determined, and 
d/p was calculated therefrom. The results are shown in Table 1. 

Further, the samples were measured for (BH)max, with the results shown in Table 1. 
20 Each sample had a Cr content of 100 ppm in a region extending up to 20 nm from the roll surface. 

Table 1 



Sample 
No. 


Surface layer thickness, um 


d/p 


(BH)max, MGOe 


1 


40 


2.4 


17 


2 


80 


4.0 


16 


3 


0.1 


12 


14 



The effectiveness of the invention is evident from the data shown in Table 1 . 

In examples using chill rolls having the surface layer which was formed by an electroless plated Ni film, 
sprayed Co film, shrinkage fitted V sleeve, and bonded Nb thin sheet instead of the Cr surface layer, a 
reduction in d/p in relation to the surface layer thickness was recognized as in the case of the Cr surface 
layer. The permanent magnet materials were found to contain 10 to 500 ppm of a surface layer-forming 
element in a region extending up to 20 nm from the roll surface. 

Additionally, permanent magnet materials were prepared by a twin roll process in accordance with the 
above-mentioned Example, observing equivalent results to the Example. 

For sample Nos. 1 and 2, permanent magnet materials were prepared using a chill roll whose surface 
layer had a centerline average roughness Ra of 0.07 to 3.0 um. It was found that high coercive force was 
available over a substantially expanded range of circumferential speed, with a 10-20% reduction of d/p and 
a 10-20% improvement of magnetic properties. 

Also for sample Nos. 1 and 2, quenching was effected under an ambient pressure of up to 1 Torr, 
finding that the samples on the roll surface were free of low-frequency irregularities caused by the 
entrainment of Ar gas. The standard deviation of average grain diameter in region P was less than 7 nm, 
with an about 10% improvement of magnetic properties. 

Also for sample Nos. 1 and 2, Ar gas was blown against the melt 111 toward the circumference of chill 
roll 13 as shown in FIG. 1 during quenching of the alloy melt. The direction of blowing gas defined an angle 
of 120° with the direction of advance of a thin ribbon-shaped permanent magnet material resulting from 
quenching, and the gas was injected under a pressure of 2 kg/cm 2 . The distance between the end of the Ar 
gas flow impinging on the melt nearer to the nozzle and the position of the chill roll circumference just 
beneath the nozzle was 6 times the nozzle diameter. An injector as shown in FIG. 2 was used for Ar gas 
blowing. 

This resulted in an about 10% reduction of d/p and an improvement of magnetic properties. Auger 
analysis of the resulting permanent magnet materials showed an Ar content of 200 ppm in a region 
extending up to 50 nm from the free surface and 30 ppm in a region extending up to 50 nm from the roll 
surface. 
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Example 2 

A chill roll was manufactured by applying a Cr surface layer of 50 urn thick to the circumference of a 
cylindrical base of copper-beryllium alloy by electrolytic plating. The base had a heat conductivity of 3.6 J/- 
5 (cm # s*K) and the surface layer had a heat conductivity of 0.43 J/(cm*s*K).Using this chill roll, a permanent 
magnet material sample was produced in accordance with the following procedure. 

First, an alloy ingot having the composition: 9.4Nd-2.6Zr-8B-80Fe as expressed in atomic percentage 
was prepared by arc melting. The alloy ingot was placed in a quartz nozzle where it was melted by radio 
frequency induction heating. 
10 The melt was rapidly quenched by a single roll process using the above-mentioned chill roll, obtaining a 
permanent magnet material designated sample No. 11. Rapid quenching was effected in an Ar gas 
atmosphere of atmospheric pressure. 

The single roll process used a wind shield 2 as shown in FIG. 3. The wind shield was a Cu thin plate 
fixedly secured relative to the nozzle. The chill roll base had a diameter of 500 mm and a breadth of 60 
75 mm, and the wind shield had a breadth of 80 mm and a thickness of 0.5 mm and included a bent segment 
at the lower end having a length of 5 mm. The wind shield was spaced 1 mm from the chill roll 
circumference, and the lower end of the wind shield was spaced 20 mm from the center axis of the nozzle. 
The spacing between the nozzle tip and the chill roll circumference was 0.5 mm, the melt injection pressure 
was 1 kg/cm 2 , and Ar gas was used for pressurization. The chill roll had a circumferential speed of 20 m/s. 
20 The resulting sample No. 11 was in thin ribbon form of 2 mm wide and 45 urn thick. The sample was 
sectioned in such a direction that a readily observable section was obtained. Using a scanning electron 
microscope, the average grain diameter d in a region of the ribbon extending from the free surface to a 
depth of 1/5 of the ribbon thickness and the average grain diameter p in a region of the ribbon extending 
from the roll surface to a depth of 1/5 of the ribbon thickness were determined, and d/p was calculated 
25 therefrom, finding d/p = 3. Further measurement of sample No. 11 showed a (BH)max of 17.5 MGOe. 
Sample No. 11 had a Cr content of 100 ppm in a region extending up to 20 nm from the roll surface. 

Additionally, sample No. 12 was prepared by the same procedure as sample No. 11 except that a 
suction member 200 as constructed in FIGS. 1 and 2 was placed between the nozzle 12 and the wind 
shield 2 as shown in FIG. 3. The suction member 200 included a slit-shaped suction port 202 having a 
30 length of 5 mm and a width of 0.5 mm. The slit-shaped suction port 202 was located at a center-to-center 
spacing of 10 mm from nozzle 12 and at a height of 2 mm from the chill roll circumference. The suction 
member was connected to a rotary pump which was operated at a suction rate of 50 l/min. Sample No. 12 
showed d/p = 2.5 and (BH)max = 18.0 MGOe. 

Also, sample No. 13 was prepared by the same procedure as sample No. 11 except that the wind 
35 shield was omitted. Sample No. 13 showed d/p = 10 and (BH)max = 15.5 MGOe. 

A comparison of these samples showed that sample Nos. 11 and 12 were free of low-frequency 
irregularities caused by the entrainment of Ar gas, which were found on the roll surface of Sample No. 13. 
The standard deviation of average grain diameter in region P was 15 nm for sample No. 13, but less than 
10 nm for sample Nos. 1 and 2 with a noticeable improvement of magnetic properties. 
40 The velocity of gas wind was measured at the position of the nozzle both in the presence and absence 
of the wind shield. The wind velocity measurement was at a height of 5 mm above the chill roll 
circumference. FIG. 5 shows the circumferential speed of the chill roll versus the velocity of gas wind. As is 
evident from FIG. 5, the wind shield was effective for shielding the gas wind. 

In examples using chill rolls having the surface layer which was formed by an electroless plated Ni film, 
45 sprayed Co film, shrinkage fitted V sleeve, and bonded Nb thin sheet instead of the Cr surface layer, a 
reduction in d/p in relation to the surface layer thickness was recognized as in the case of the Cr surface 
layer. The permanent magnet materials were found to contain 10 to 500 ppm of a surface layer-forming 
element in a region extending up to 20 nm from the roll surface. 

Additionally, for each of the above-mentioned runs, permanent magnet materials were prepared using a 
50 chill roll whose surface layer had a centerline average roughness Ra of 0.07 to 5 urn. It was found that high 
coercive force was available over a substantially expanded range of circumferential speed, with a reduction 
of d/p and an improvement of magnetic properties. 

Also, Ar gas was blown against the melt 111 toward the circumference of chill roll 13 as shown in FIG. 3 
during quenching of the alloy melt. The direction of blowing gas defined an angle of 120° with the direction 
55 of advance of a thin ribbon-shaped permanent magnet material resulting from quenching, and the gas was 
injected under a pressure of 2 kg/cm 2 . The distance between the end of the Ar gas flow impinging on the 
melt nearer to the nozzle and the position of the chill roll circumference just beneath the nozzle was 6 times 
the nozzle diameter. An injector as shown in FIG. 2 was used for Ar gas blowing. This resulted in a further 
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reduction of d/p and an improvement of magnetic properties. Auger analysis of the resulting permanent 
magnet materials showed an Ar content of 200 ppm in a region extending up to 50 nm from the free surface 
and 30 ppm in a region extending up to 50 nm from the roll surface. 

5 BENEFITS OF THE INVENTION 

According to the present invention, there are obtained permanent magnet materials having uniform grain 
diameter. The present invention is thus quite suited for the manufacture of permanent magnet materials for 
bonded magnets. 

10 

Claims 

1. A permanent magnet material prepared by melting an alloy composition comprising R which is at least 
one rare earth element including Y, Fe or Fe and Co, and B, and contacting the melt with at least one 

75 chill roll on its surface, thereby quenching the melt from one direction or two opposite directions, 

wherein the permanent magnet material has a surface in contact with said chill roll, said surface 
having a centerline average roughness Ra of 0.05 to 4.5 am. 

2. The permanent magnet material of claim 2 wherein the melt is quenched from one direction, and the 
20 permanent magnet material has a thickness of up to 60 urn in a direction normal to the surface in 

contact with said chill roll. 

3. The permanent magnet material of claim 1 wherein the melt is quenched from two opposite directions, 
and the permanent magnet material has a thickness of up to 120 urn in a direction normal to the 

25 surface in contact with said chili roll. 

4. The permanent magnet material of any one of claims 1 to 3 wherein the surface in contact with said 
chill roll has a centerline average roughness Ra which is not higher than the centerline average 
roughness Ra of said chill roll on its surface. 

30 

5. The permanent magnet material of any one of claims 1 to 4 wherein a region disposed adjacent the 
surface in contact with said chill roll contains an element of which said chill roll at its surface is 
comprised. 

35 6. The permanent magnet material of claim 5 wherein said element is at least one member selected from 
the group consisting of Co, Ni, Cr, V, and Nb. 

7. The permanent magnet material of any one of claims 1 to 6 which includes a region D disposed 
remotest from the surface in contact with said at least one chill roll in a thickness direction and a region 

40 P disposed adjacent the surface in contact with said chill roll, 

wherein said region D has an average grain diameter d and said region P has an average grain 
diameter p wherein d/p ^ 10. 

8. The permanent magnet material of claim 7 wherein 1 ^ d/p ^ 4. 

45 

9. The permanent magnet material of claim 7 or 8 wherein said average grain diameter d ranges from 
0.01 to 2 urn and said average grain diameter p ranges from 0.005 to 1 nm. 

10. The permanent magnet material of any one of claims 1 to 9 wherein the melt is quenched from one 
so direction, and said region D has a higher content of inert gas than said region P. 

11. The permanent magnet material of any one of claims 1 to 10 having a composition comprising 5 to 20 
atom% of R, 2 to 15 atom% of B, 0 to 55 atom% of Co, and up to 15 atom% of at least one element 
selected from the group consisting of Zr, Nb, Mo, Hf, Ta, W, Ti, V, and Cr. 

55 

12. A method for preparing a permanent magnet material comprising the steps of 

melting an alloy composition comprising R which is at least one rare earth element including Y, Fe 
or Fe and Co, and B, and 
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injecting the melt through a nozzle against at least one chill roll rotating relative to said nozzle for 
contacting the melt with the circumference of the chill roll, thereby quenching the melt from one 
direction or two opposite directions, 

wherein said chill roll includes a base and a surface layer around the base, said chill roll surface 
5 layer has a lower heat conductivity than said base and a thickness of 10 to 100 urn. 

13. A method for preparing a permanent magnet material according to claim 12 wherein said chill roll 
surface layer has a thickness of 20 to 50 urn. 

io 14. A method for preparing a permanent magnet material according to claim 12 or 13 wherein said chill roll 
surface layer is formed of a material having a heat conductivity of up to 0.6 J/(cm*s*K). 

15. A method for preparing a permanent magnet material according to claim 14 wherein said chill roll 
surface layer is formed of a metal or alloy comprising at least one element selected from the group 

75 consisting of Cr, Ni, Co, Nb, and V. 

16. A method for preparing a permanent magnet material according to any one of claims 12 to 15 wherein 
said chill roll base is formed of a material having a heat conductivity of at least 1.4 J/(cm's*K). 

20 17. A method for preparing a permanent magnet material according to claim 16 wherein said chill roll base 
is formed of copper or copper alloy. 

1a A method for preparing a permanent magnet material according to any one of claims 12 to 17 wherein 
said chill roll on its circumference has a centerline average roughness Ra of 0.07 to 5 urn. 

25 

19. A method for preparing a permanent magnet material according to any one of claims 12 to 18 wherein 
the melt is quenched from one direction, 

said method further includes the step of blowing an inert gas flow against the melt to bias the melt 
toward the circumference of said chill roll, thereby increasing the contact time of the melt with the chill 
30 roll circumference. 

20. A method for preparing a permanent magnet material according to claim 19 wherein the inert gas flow 
is blown through an injector having a slit-shaped orifice for injecting the inert gas, said injector is 
rotatable or movable to provide a variable position of contact of the inert gas flow at its end nearer to 

35 said nozzle with the melt. 

21. A method for preparing a permanent magnet material according to any one of claims 12 to 20 which 
further includes the step of providing an inert gas atmosphere having a pressure of up to 1 Torr in 
proximity to the chill roll circumference where the melt impinges against the chill roll while the melt is 

40 quenched. 

22. A method for preparing a permanent magnet material according to any one of claims 12 to 21 wherein 
the melt is quenched from one direction through contact with the chill roll circumference, 

said method further includes the step of providing a wind shield in proximity to the chill roll 
45 circumference for preventing a wind of the ambient gas induced by rotation of said chill roll from 
reaching a paddle of the melt. 

2a A method for preparing a permanent magnet material according to claim 22 wherein said wind shield is 
spaced a distance of up to 5 mm from the chill roll circumference during rotation of said chill roll. 

24. A method for preparing a permanent magnet material according to claim 22 or 23 wherein said wind 
shield is provided for preventing the induced gas wind from reaching said nozzle. 

25. A method for preparing a permanent magnet material according to any one of claims 22 to 24 further 
including the step of providing suction means between said wind shield and the paddle and in proximity 
to said chill roll circumference for establishing a vacuum near the paddle. 



50 
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26. A method for preparing a permanent magnet material comprising the steps of 

melting an alloy composition comprising R which is at least one rare earth element including Y, Fe 
or Fe and Co, and B, and 

injecting the melt through a nozzle against at least one chill roll rotating relative to said nozzle for 
5 contacting the melt with the circumference of the chill roll, thereby quenching the melt from one 

direction or two opposite directions, 

wherein said chill roll on its circumference has a centerline average roughness Ra of 0.07 to 5 urn. 

27. A method for preparing a permanent magnet material according to claim 26 wherein the melt is 
w quenched from one direction, 

said method further includes the step of blowing an inert gas flow against the melt to bias the melt 
toward the circumference of said chill roll, thereby increasing the contact time of the melt with the chill 
roll circumference. 

75 28. A method for preparing a permanent magnet material according to claim 26 or 27 wherein the inert gas 
flow is blown through an injector having a slit-shaped orifice for injecting the inert gas, said injector is 
rotatable or movable to provide a variable position of contact of the inert gas flow at its end nearer to 
said nozzle with the melt. 

20 29. A method for preparing a permanent magnet material according to any one of claims 26 to 28 which 
further includes the step of providing an inert gas atmosphere having a pressure of up to 1 Torr in 
proximity to the chill roll circumference where the melt impinges against the chill roll while the melt is 
quenched. 

25 30. A method for preparing a permanent magnet material according to any one of claims 26 to 28 wherein 
the melt is quenched from one direction through contact with the chill roll circumference, 

said method further includes the step of providing a wind shield in proximity to the chill roll 
circumference for preventing a wind of the ambient gas induced by rotation of said chill roll from 
reaching a paddle of the melt. 

30 

31. A method for preparing a permanent magnet material according to claim 30 wherein said wind shield is 
spaced a distance of up to 5 mm from the chill roll circumference during rotation of said chill roll. 

32. A method for preparing a permanent magnet material according to claim 30 or 31 wherein said wind 
35 shield is provided for preventing the induced gas wind from reaching said nozzle. 

33. A method for preparing a permanent magnet material according to any one of claims 30 to 32 further 
including the step of providing suction means between said wind shield and the paddle and in proximity 
to said chill roll circumference for establishing a vacuum near the paddle. 

40 

34. A method for preparing a permanent magnet material comprising the steps of 

melting an alloy composition comprising R which is at least one rare earth element including Y, Fe 
or Fe and Co, and B, 

injecting the melt through a nozzle against a chill roll rotating relative to said nozzle for contacting 
45 the melt with the circumference of the chill roll, thereby quenching the melt from one direction, and 

blowing an inert gas flow against the melt to bias the melt toward the circumference of said chill 
roll, thereby increasing the contact time of the melt with the chill roll circumference. 

35. A method for preparing a permanent magnet material according to claim 34 wherein the inert gas flow 
so is blown through an injector having a slit-shaped orifice for injecting the inert gas, said injector is 

rotatable or movable to provide a variable position of contact of the inert gas flow at its end nearer to 
said nozzle with the melt. 

36. A method for preparing a permanent magnet material according to claim 34 or 35 which further 
55 includes the step of providing an inert gas atmosphere of up to 1 Torr in proximity to the chill roll 

circumference where the melt impinges against the chill roll while the melt is quenched. 
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37 A method for preparing a permanent magnet material according to claim 34 or 35 wh.ch further 
' includes the step of providing a wind shield in proximity to the chill roll circumference for preventing a 
wind of the ambient gas induced by rotation of said chill roll from reaching a paddle of the melt. 

38. A method for preparing a permanent magnet material according to claim 37 wherein said wind shield is 
spaced a distance of up to 5 mm from the chill roll circumference during rotation of said chill roll. 

39. A method for preparing a permanent magnet material according to claim 37 or 38 wherein said wind 
shield is provided for preventing the gas wind from reaching said nozzle. 

40 A method for preparing a permanent magnet material according to any one of claims 37 to 39 further 
including the step of providing suction means between said wind shield and the paddle and in proximity 
to said chill roll circumference for establishing a vacuum near the paddle. 

is 41. A method for preparing a permanent magnet material comprising the steps of 

melting an alloy composition comprising R which is at least one rare earth element including Y, Fe 
or Fe and Co, and B, 

injecting the melt through a nozzle against at least one chill roll rotating relative to sa,d nozzle for 
contacting the melt with the circumference of the chill roll, thereby quenching the melt from one 
20 direction or two opposite directions, and ^ „wm -^u 

providing an inert gas atmosphere having a pressure of up to 1 Torr in proximity to the ch.ll roll 
circumference where the melt impinges against the chill roll while the melt is quenched. 

42. A method for preparing a permanent magnet material comprising the steps of 
25 melting an alloy composition comprising R which is at least one rare earth element including Y, Fe 

or Fe and Co, and B, 

injecting the melt through a nozzle against a chill roll rotating relative to said nozzle for contacting 
the melt with the circumference of the chill roll, thereby quenching the melt from one direction, and 
providing a wind shield in proximity to the chill roll circumference for preventing a wind of the 
30 ambient gas induced by rotation of said chill roll from reaching a paddle of the melt. 



4a A method for preparing a permanent magnet material according to claim 42 wherein said wind shield is 
spaced a distance of up to 5 mm from the chill roll circumference during rotation of said ch.ll roll. 

35 44. A method for preparing a permanent magnet material according to claim 42 or 43 wherein said wind 
shield is provided for preventing the gas wind from reaching said nozzle. 

45. A method for preparing a permanent magnet material according to any one of claims 42 to 44 further 
including the step of providing suction means between said wind shield and the paddle and in proximity 
40 to said chill roll circumference for establishing a vacuum near the paddle. 
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